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Description 

This invention relates to an organic polymeric material and to an ion-exchange membrane produced 
therefrom, particularly to an Ion-exchange membrane which is useful in an electrolytic cell, especially in a 
6 chlor-alkall cell. The invention also provides novel monomeric materials from which the organic polymeric 
material may be produced and novel intermediates which are useful in the production of the monomeric 
materials. 

Ion-exchange membranes made from organic polymeric materials having ion-exchange properties are 
used in a wide variety of applications, and the variety of applications of such membranes continues to 

ro increase. Such polymeric materials and membranes may contain fixed anionic groups and associated 
cations and be capable of exchanging cations, or they may contain fixed cationic groups and associated 
anions and thus be capable of exchanging anions, or the polymeric materials and the membranes may 
contain both fixed anionic groups and fixed cationic groups. 

Ion-exchange membranes are useful in separation processes such as reverse osmosis and ultra 

rs filtration. For example, they find wide application in the desalination of sea-water and in the purification of 
brackish water and industrial effluent. Ion-exchange membranes are also finding wide applications in 
industry, for example, in the concentration of solutions of, for example, fruit juices and pharmaceuticals. 

Ion-exchange membranes which are essentially hydrauUcally impermeable but which are permeable to 
cations or anions or both are finding increasing applications in electrochemical cells, for example in fuel 

20 cells, in electrolyte cells in which an electrolyte is electrolysed, and in electrolytic cells in which 
electrosynthesis is earned out. In recent years a major development has been in the use of cation-exchange 
membranes in chlor-aikali cells in which chlorine and aqueous alkali metal hydroxide are produced by the 
electrolysis of aqueous alkali metal chloride solution. In such a chlor-aikali cell a cation-exchange mem- 
brane is positioned between an anode and an adjacent cathode and during electrolysis cationic species are 

25 transported across the membrane between the anode compartments and cathode compartments of the cell. 
Where an aqueous alkali metal chloride solution Is electrolysed in an electrolytic cell of this type the 
solution is led to the anode compartments of the cell and chlorine produced in the electrolysis and depleted 
alkali metal chloride solution are removed from the anode compartments, hydrated alkali metal ions are 
transported across the membrane to the cathode compartments of the cell to which water or dilute alkali 

30 metal hydroxide solution is charged, and hydrogen and alkali metal hydroxide solution produced by the 
reaction of alkali metal ions with water are removed from the cathode compartments of the cell. In general 
the alkali metal chloride is sodium chloride, although it may be potassium chloride. 

Although many organic polymeric materials have been proposed for use as membranes for such 
electrochemical ceils in recent years perfluoroorganic polymers containing ion exchange groups, particularly 

35 fixed sulphonic and carboxylic groups, have found favour for use in chlor-aikali cells on account of the 
resistance of such perfluoroorganic polymers to chemical degradation in the ceil. 

An example of a perfluoroorganic polymer containing ion-exchange groups which has been proposed 
for use as an ion-exchange membrane is the perfluoroorganic polymer containing sulphonic groups 
described in QB patent 1034197. The perfluoroorganic polymer may, for example, contain units having the 

40 structures 

-CF2-CF2- 
and 

-CF.-CF- 

(OCF^FYJnOCFjCFRfSO,!* 

50 

where R f is fluorine or a perfluoroalkyl group having from 1 to 10 carbon atoms, e.g. a perfluoromethyl 
group, n is 1. 2 or 3, Y is fluorine or a trifiuoromethyl group, and M is fluorine, a hydroxy! group, an amino 
group, or a group having the formula -O Met, where Met is an alkali metal or a substituted or an 
55 unsubstitued ammonium group. The application of such a perfluoroorganic polymer as an ion-exchange 
membran in a chlor-alkall cell is described in GB Patent 1402920. Polymers of the type described are sold 
as membranes under th trad name 'Nation' by E I DuPont de Nemours Inc. In a preferred perfluor or- 
ganic polymer of the above structure Y is CF 3| n is 1 and Rf if F. 
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A further example of a perflu roorganic polymer containing ion-exchang groups which has also been 
proposed for use as an ion-exchange membrane is the perfiuoroorganic polymer containing carboxylic 
groups d scrib d, for xampie, in GB Pat nts 1516048 and 1518387. Examples of such perfiuoroorganic 
polymers inciud copolym rs of tetrafluoroethylene and 
e CF a = CF 0 CF 2 CF (CF 3 ) 0 CF a CF 2 CF 2 COX 

CF 2 = CF 0 (CF 2 ) 3 O CF (CF 3 ) COX, 

CF 2 • CF O (CF 2 )* OCF(CF 3 ) COX, and 

CF 2 = CFO CF 2 CF(CF 3 ) OCF 2 CF 2 COX 
where X is, for example, fluorine, a hydroxyl group, an oxyalkyl group, or a group having the formula OM. 
w where M is an alkali metaJ or a quaternary ammonium group. Polymers of the type described are sold as 
membranes under the trade name 'Flemion 1 by Asahi Glass Co Ltd. 

Many different types of perfiuoroorganic polymers and combinations thereof for use as Ion-exchange 
membranes in chlor-alkali cells have been proposed and those described above have been referred to 
merely by way of example. Thus, membranes made from polymers which contain both carboxylic and 
16 sulphonlc groups have been proposed, as have membranes comprising laminates of two or more films of 
different polymers, for example, a laminate of a film of a perfiuoroorganic polymer containing sulphonic 
groups and a film of a perfiuoroorganic polymer containing carboxylic groups. 

Most of the polymeric materials which have been proposed for use as ion-exchange membranes in 
chlor-alkali cells, and all of the polymeric materials which have been used commercially in such cells, are 
20 perfiuoroorganic polymers, that is polymers containing ion-exchange groups in which the polymer is 
completely fluorinated such that the organic polymer is free of hydrogen atoms attached to carbon atoms. It 
has been found to be very desirable that the polymeric material be a perfluorinated polymer if it is to have 
acceptable stability and resistance to chemical degradation in the environment of a chlor-alkali cell, 
particularly in the presence of wet chlorine, chlorine-containing aqueous alkali metal halide solution, and 
25 aqueous alkali metal hydroxide solution. In general the perfiuoroorganic polymers which have been 
proposed have been copolymers of tetrafluoroethylene and a perfluoro vinyl ether containing an lon- 
exchange group or groups. 

The present invention relates to a novel organic polymeric material containing ion-exchange groups 
which is suitable for use in the form of an ion-exchange membrane, particularly an ion-exchange membrane 
30 in an electrolytic cell. 

According to the present invention there is provided an organic polymeric material which comprises a 
polymeric chain and at least one group pendant from the chain, in which the group pendant from the chain 
comprises a saturated cyclic, group and at least one ion-exchange group or group convertible thereto, and 
In which the lon-exchange group or the group convertible thereto Is linked to the polymeric chain through 

35 the cyclic group and in which the organic polymeric material is a fluoropolymeric material. 

The organic polymeric material of the invention is particularly suitable for use as an ion-exchange 
membrane, and in a further embodiment of the invention there is provided an ion-exchange membrane 
which comprises an organic polymeric material as described in the form of a substantially hydraulically 
impermeable sheet or film. The ion-exchange membrane is permeable to ions, which may be solvated, eg 

40 hydrated, but it is substantially hydraulically impermeable. 

The lon-exchange membrane Is particularly suitable for use as a membrane in an electrolytic cell and in 
a further embodiment of the invention there is provided an electrolytic cell which comprises at least one 
anode and at least one cathode and an ion-exchange membrane as described positioned between an anode 
and adjacent cathode thereby dividing the cell into separate anode and cathode compartments. 

45 The organic polymeric material of the invention may be produced by polymerising at least one vinyl 
monomer which comprises a saturated cyclic group and an ion-exchange group or groups convertible 
thereto in which the ion-exchange group or group convertible thereto is linked to the vinyl group through the 
cyclic group, or by copolymerising at least one such vinyl monomer with an ethylenically unsaturated 
monomer which does not contain an ion-exchange group or group convertible thereto and/or with at least 

so one vinyl monomer which contains an ion-exchange group or group convertible thereto which is not linked 
to the vinyl group through a cyclic group, said ethylenically unsaturated monomer and/or said vinyl 
monomer containing fluorine. 

The copolymerisation may be effected in the presence of an ethylenically unsaturated monomer which 
does not contain an i n- xchang group or a group convertible there to in order to introduce into the chain 

55 of the organic polymeric material units which do not contain an ion-exchange group or group convertibl 
thereto and which may serve to modify th prop rties of th organic polymeric material and f the Ion- 
exchange membran produced therefrom, particularly the physical and/or the mechanical prop rti s of th 
membrane, and the ion-exchange capacity thereof. 
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The organic polym ric material of the Invention, particularly when In the form of an ion-exchange 
membrane, poss sses a number of benefits and advantages. For xample. it is possible to have more than 
one ion-exchange gr up or group convertible there to forming a part of a pendant group, or of ach pendant 
group, attached the chain of th polym rlc material, and thus, it is possible to vary, and in particular to 
5 increase, the Ion-exchange capacity of the organic polymeric material without the need to vary and in 
particular to increase, the proportion of units in the organic polymeric material derived from the vinyl 
monomer containing the ion-exchange group or groups convertible thereto. Specifically, it is possible to 
achieve a relatively high Ion-exchange capacity In an organic polymeric material which contains a relatively 
low proportion of units derived from the aforementioned vinyl monomer. Furthermore, in the organic 
io polymeric material the ion-exchange groups or groups convertible thereto are linked to the polymeric chain 
through a cyclic group and it is possible by suitable positioning of the ion-exchange groups or groups 
convertible thereto linked to the cyclic groups, and by suitable positioning of other substituent groups which 
are not ion-exchange groups linked to the cyclic groups, to vary the ion-exchange activity of the former 
groups. For example, where the cyclic group is of the cyclohexyl structure and has a single ion-exchange 
»s group or group convertible thereto attached to the cyclic group the former group may be attached in a 2 3 
or 4 position In order that the activity of a given such group may be varied. 

It is preferred that the organic fluoropolymeric material is a perfluoropolymeric material as such 
materials are generally more resistant to attack by chemicals, eg acids and alkalis, with which the material 
may come Into contact during use, Indeed, for many uses such a perfluoropolymeric material is preferred 
30 Thus, an ion-exchange membrane made of a perfluoropolymeric material is preferred for use in a chlor 
alkali cell in which chlorine and aqueous alkali metal hydroxide solution are produced by electrolysis of 
aqueous alkali metal chloride solution as such a membrane is particularly resistant to chemical attack by the 
electrolyte and by the products of electrolysis. 

In the pendant group or groups of the organic polymeric material the cyclic group is saturated that is it 
is does not contain ethylenic unsaturate. Whilst we do not exclude the possibility of the organic polymeric 
material containing some groups pendant from the chain which comprise unsaturated groups, eg unsatu- 
rated cyclic groups, the presence of such unsaturated groups may be disadvantageous, particularly where 
the organic polymeric material is used in the form of an ion-exchange membrane in a chlor-alkali cell. Thus 
when used as a membrane in a chlor-alkali cell such unsaturated groups may be subjected to chemical 
attack, e.g. chlorlnatlon of the unsaturated group and subsequent chemicai attack by alkali. When In the 
form of a perfluorinated organic polymeric material the unsaturated group may also be susceptible to 
chemical attack by alkali. Thus, it is preferred that cyclic groups in the organic polymeric material consist 
essentially of saturated groups. 

The organic polymeric material may comprise a fixed cationic group, that is a cationic group linked to 
the group pendant from the polymeric chain, and an associated anion, in which case the polymeric material 
wil be an anion-exchange material. Alternatively, the organic polymeric material may comprise a fixed 
anionic group and an associated cation In which case the polymeric material will be a cation-exchange 
material. Materials of the latter type are generally of wider applicability, particularly when in the form of an 
ion-exchange membrane for use in an elecrolytic cell. It is also possible that the organic polymeric material 
may comprise both fixed cationic and fixed anionic groups, and associated anions and cations respectively 
such that the polymeric material will function both as an anion-exchange material and as a cation-exchanae 
material. ~ w 

Where the polymeric material is a cation-exchange material suitable fixed anionic groups include 
groups of the sulphonic. carboxyllc and phosphonic type. 

« For example, the group may have the structure -SOjX. where X is OM and where M is H. or alkali 
metal, eg. sodium or potassium, or an ammonium or quaternary ammonium group. Alternatively, X may be 
halogen e.g. fluorine, in which case the group - SChX is not itself capable of ion-exchange. The latter group 
may be hydrolysed In order to convert It to a group which is Itself capable of effecting ion-exchange. The 
group may have the structure -COY. where Y is OM and where M is H. or alkali metal, eg. sodium or 

so potassium, or an ammonium or quaternary ammonium group. Alternatively. Y may be halogen, eg. fluorine 
or oxyalkyl. in which case the group -COY is not itself capable of effecting ion-exchange. The latter group 
may be hydrolysed in order to convert it to a group which is itself capable of effecting ion-exchange. 

Suitable anion-exchange groups, or groups convertible thereto include a group comprising quaternary 

« ^uT+'T' •* 3 9f0Up - N(alk y'>« x where * * a halog n, eg. -CH^CH^Cr or -CHj-NH-CHjCf^N- 

For th sak of conv nience th expression "ion- xchang group- will hereaft r b used both for 
groups which are themselves capable of effecting ion-exchange and for groups which are not themselves 
capable of effecting ion-exchange but which may be converted, for example by hydrolysis, to groups which 
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are capable of effecting ion-exchange. 

The cyclic group in the groups pendant from th polymeric chain of the organic polymeric material may 
b a carbocyclic group or it may be a heterocyclic group, and it may c mprise, for example, 4, 5 or 6 
atoms. Suitable carbocyllc groups Include groups of th cyclohexyl or cyclop ntyl type. Suhabl 
5 heterocyclic groups may be oxygen- or nitrogen-containing, and examples include a saturated furan group 
and a saturated pyridyl group. 

The ion-exchange group may be attached directly to the cyclic group in the groups pendant from the 
polymeric chain of the organic polymeric material, or indirectly to the cyclic group through a divalent group. 
Direct attachment of the ion-exchange group to the cyclic group provides greater scope for varying the 
io activity of the ion-exchange group, for example by changing the position of the ion-exchange group on the 
cyclic group and/or by the attachment of other groups to the cyclic group the presence of which may result 
In some steric hinderence of the ion-exchange group and resultant change in the activity of the group. 
However, where the ion-exchange group is of the carboxylic type direct attachment of the ion-exchange 
group to the cyclic group may not be preferred, particularly where the organic polymeric material comes 
is Into contact with caustic alkali, such as when used In the form of an Ion-exchange membrane in a chlor- 
alkall cell, as the caustic alkali may tend to decarboxylate the polymeric material. Indirect attachment of the 
carboxylic group to the cyclic group is preferred as polymeric materials containing such indirectly attached 
groups are less susceptible to decarboxylation. 

The organic polymeric material may comprise Ion-exchange groups of one type, or it may comprise 
20 ion-exchange groups of a plurality of different types. Indeed, the polymeric chain of the organic polymeric 
material may comprise pendant groups containing an ion-exchange group of one type and pendant groups 
containing an Ion-exchange group of a different type, or the polymeric chain may comprise pendant groups 
at least some of which contain a plurality of ion-exchange groups which may be the same or different ft is 
the presence of a plurality of ion-exchange groups in the same pendant group which enables a relatively 
2$ high ion-exchange capacity to be achieved in the organic polymeric material without the need to use a high 
proportion of units derived from the vinyl monomer containing the ion-exchange groups. 

The cyclic group may be attached directly to he polymeric chain of the organic material or indirectly 
through a divalent group. 

The organic polymeric material may comprise a polymeric chain of units having the structure 

30 

-CA2 - CA2 - 

and units having the structure 

35 

-CA a - CA- 
a I 
B 

40 where A is hydrogen, halogen or alkyl and in which the groups A may be the same or different, and in 
which B is a group which comprises a saturated cyclic group and an ion-exchange group and in which the 
ion-exchange group is linked to the polymeric chain through the cyclic group. For reasons which have been 
disclosed previously it is preferred that at least some of the groups A are F, and it is more preferred that ail 
of the groups A are F and that the group B is also fluorinated and more preferably perfluorinated. 

45 Examples of the group B include the following 

(DS0 2 X) n 

50 ~ E V / 

in which the cyclic group is saturated, in which 0 and E, which may be the same or diff rent are divalent 
53 groups or a direct link, in which the cyclic group may be hydrocarbyl or be partially or completely 
fluorinated, in which D and E. when divalent groups, may be partially or complet ly fluorinated, and in which 
n is an integer of at least 1. For example, n may be 1 or 2. 
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The group B may be a group having a similar structure but in which the group -DSOjX is replac d by 
the group «(DCOY) n , that is 



(DCOT) n 



to 

Alternatively, the cyclic group may contain a group or groups -(DSCfeX),, and a group or groups 
-(DCOY) n , that Is the group B may have the structure 



jl n 



(DC3Y) n 

20 



25 



35 



40 



4S 



50 



55 
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Examples of such groups B Include the following 

— E-^ \ DS0 2 X 



10 




and 

16 




4$ 



X and Y may be as hereinbefore referred to. 

Where D is a divalent group it may be, for example, -iCAz) n , where A is as hereinbefore described. In the 
case of an ion-exchange group of the carboxylic type it is preferred that the group 0 is a divalent group, for 
so the reasons hereinbefore disclosed. 

The Group D may be for example, -CF2-, as in 



55 
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E ~\^ J — CF 2 S0 2 X 



E 



-Q 



10 CF 2 S0 2 X 

and 



15 



20 or as in 



29 



30 



36 



40 



/~~\ 



/ CF 2 S0 2 X 



E 



E ^_ CP 2 O0V 

CFjOOY 

Q 



The group E through which the cyclic group is linked to the polymeric chain of the organic polymeric 
material, may be a direct link or a divalent group. It may be the same as or different from the group D, and 
it may comprise an ether group, for example a group -(OCFVCFRf),,- where n Is an integer, e.g. 1, 2 or 3, 
and Rf Is F or a perfluoroalkyl group, or •(0CF 2 -CFRf) ll 0(CF2) l „ where n and m are zero or an integer, e.g. 
1, 2 or 3, and Rf is F or a perfluoroalkyl group. 

Other cyclic groups to which ion-exchange groups are attached, directly or indirectly, include, for 
example, groups having the structure 

- e <^ -Km -*^Q 

**~2 DSO*X 
w 2 A DS0 2 X 
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10 



30 



where Z Is O or N and 0 and E ar as hereinbefore described, and the cyclic group is partially or 
completely fluorinated, and groups in which -DSO2X is replaced by -DCOY. Examples of such groups 
inctud 



so 2 x so 2 x so x 



and 
E 



16 where R is an alky I group, which may be perfluorinated. 

The Ion-exchange activity of the ion-exchange groups may be varied by having non-ion-exchange 
groups attached to the cyclic groups. Suitable such non-ion-exchange groups include, for example, alkyl 
groups, particularly perfluoroalkyl groups. The position of the non-ion-exchange group in relation to that of 
the ion-exchange group on the cyclic group has an effect on the ion-exchange activity of the ion-exchange 

20 group. 

In the polymeric material the units which comprise a group pendant from the chain of the polymeric 
material which group comprises a cyclic group and an ion-exchange group linked thereto may be derived 
by polymerisation of a vinyl monomer which contains such a cyclic group and ion-exchange group. The 
vinyl monomer may have the structure CA2 » CA-B where A and B have structures as hereinbefore 
25 described. 

The organic polymeric material may be produced by copolymerisation of suitable monomers, for 
example, by compoiymerfsation of an define as hereinbefore described and having the structure 



CA2 - CAa 

with a vinyl monomer as hereinbefore described having the structure 

CA, » CA 

36 £ 

The organic polymeric material may be produced using known polymerisation techniques, for example, 
solution or dispersion polymerisation. Polymerisation may be effected under elevated pressure, indeed, the 

40 use of elevated pressure may be essential where a gaseous define is to be copolymerised, e.g. 
tetrafluoroethylene in which In the define CA2 * CA* A is F. and polymerisation may be initiated by known 
techniques, for example, by use of a free radical generator, eg. a peroxide. The polymerisation may be 
effected at elevated temperature. The precise conditions under which the polymerisation is to be effected 
will depend at least In part on the precise nature of the monomers which are to be polymerised. 

45 Merely by the way of example there are now disdosed vinyl ether monomers which contain a cyclic 
group and an ion-exchange group attached thereto and which may be polymerised to form units in the 
organic polymeric material of the invention. Such examples include 
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Fa 



2 2 n 2 , _, - 



so in which the -SO2X group may be in the 2, 3 or 4 positions, in which the cyclic group is fully fluorinated and 
is saturated, and in which n is an integer of 1 to 3. (F within the cyclic group indicates that the group is 
perfluorfnated). 

In other specific examples of suitable vinyl ether monomers the -S0 2 X group may be replaced by a 
group -CF2COY. 

25 Examples of vinyl ether monomers which contain a cyclic group and a plurality of ion-exchange groups 
attached thereto include 




in which n is an integer of 1 to 3. and in which the cyclic group is fully fluorinated and is saturated, and the 
50 isomers in which the -S02X groups are in the 2,6 and 3,5 positions. 
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Other examples include 



CP- » CF-OCF-, 



5 




90 2 X 



10 



and 



cp 2 « CP-0-cr 2 



75 



in which the cyclic group is fully fluorinated and is saturated. 

The method of production of the vinyl monomer containing a cyclic group and having an ion-exchange 
group attached thereto will depend on the nature of the vinyl monomer which is to be produced. The 

20 production of several different vinyl monomers which may be polymerised to form the organic polymeric 
material of the invention will now be described by way of example. Certain of the vinyl monomers, and of 
the intermediates used in the production of the monomers, are novel and inventive materials in their own 
right and as such form part of the present invention. In each case production of the vinyl monomer from a 
known starting material will be described. 

25 A. Production of a perfluorinated monomer of structure 



30 




35 




from pentafluorobenroic acid, where n is zero or an integer. 
1. 



40 



O00H 



46 




was reacted with a solution of NaSH in aqueous NaOH at a temperature of 70* C to produce 



50 



COOK 



55 
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2. The thiol group in 

CPHH 




» 



SH 



was then oxidised by reacting the latter with a solution of hydrogen peroxide In acetic acid solution to 
produce 



OOQH 




sb 3 H 



COCH 




was then converted to the diacid fluoride by reacting the latter with SF* to produce 




4. 



OOF 




S0 2 F 



was th n produced by fluorination of 
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OOF 




S0 2 F 

with a gaseous mixture of F 2 /N 2 in a fluorocarbon solvent. 
Alternatively, 



OOF 




90,F 



could have been produced by electrochemical fluoridation of 



0X1 



5. 




was then reacted with hexafluoro-propylene oxide to produce 

CF,0(CT(CT,)Cr,0) CPCCF 
| 3 2 n i 

0 " 

SO.F 
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where n is zero or an Integer, or a mixture in which n is zero and an integ r. n is gen rally zero or 

from 1 to 3 depending on the proportion of the reactants. 

6. 



CF0(CF(CF 3 )CF 2 O) n CF - CFj 




so 2 r 



was then produced by pyrolysis of 



CFDCCF(CFJCF-O) CTOQF 
3 2 n| 



^3 



90 2 P 

at a temperature of 240 to 400 *C in the vapour phase or at a temperature of 120 to 180* C in the 
liquid phase. 

B. Production of a perfluorinated monomer of structure 

CF a O(CF(CF,)CF a O) n CF = CF a 

SCLF 




from perfluorobenzaldehyde.where n is zero or an integer. 
1. 




was reacted with rhodanine to produce 




2. The product of step 1 above was then oxidised by reaction with a solution of potassium 
permanganate in water to produce 
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3. The product of step 2 was then fluorinated by reaction with SF 4 to produce the diacid fluoride 



4. 




was then fluorinated with a gaseous mixture of F 2 /N 2 in a fluorocarbon solvent to produce 



Alternatively 




could have been produced by reacting 




with SF4 to produce 



15 



EP 0 331 321 B1 




OOF 



followed by electrochemical fluorination. 
5. 



OOP 




so 2 r 



was then reacted with hexafluoropropylene oxide or chloropentafluoropropylene oxide to produce 



where Rf Is -CF 3 or -CKfeCI and 

where n is zero or an integer, or a mixture in which n is zero and an integer, n is generally zero or 

from 1 to 3 depending on the proportion of the reactants. 

6. 



under conditions as hereinbefore described. 

Certain of the vinyl monomers, and of the intermediates used in the production of the monomers 
form part of the present invention, and in one embodiment of the invention there is provided an 
intermediate having a structure which comprises a perfluorinated 6-membered carbocyclic ring having 
attached thereto two or more acidic groups, or derivatives thereof, in which at least two of the acidic 
groups have a different structure. The 6-membered ring may be saturated or unsaturated and it for 
example may have the structure 





was then produced by pyrolysis of 



CF,,0(CF(Rf)CF-0) CF-COT 
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1S 
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90 2 X 



COY 

or it may be a saturated derivative thereof, in which X Is OM where M is H or alkali metal, ammonium or 
quaternary ammonium, or halogen, and Y is OM where M is H or alkali metal ammonium or quaternary 
io ammonium, halogen or oxyalkyl. Specific examples of the structure include 

W SO,X 



I 

COY 

and saturated derivatives thereof, e.g. 




COY 





and saturated derivatives thereof. 

Also forming a part of the present invention is a fully saturated Intermediate having the structure 

CF,0 (CF (RE) CF.O) CSCOF 
CF 3 




In which Rf Is F or perffuoroaJkyl and in which n is zero or an integer or in which n is an mixture of zero 
and an integer, and in which X is as hereinbefore described. 

A vinyl monomer having the following structure also forms a part of the present invention 



9 



CF 2 0(CP(M).CP 2 0) n CP - CF 2 



SC^X 

In which Rf is F or perfluoroalkyl and in which n Is zero or an integer or In which n is a mixture of zero 
and an integer, and in which X is as hereinbefore described. 
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C. Production of a perfluorinated monomer of struture 



5 S0 2 F P~ CP 2 0(CF(CF 3 )CP 2 0) n CF - CF 2 



where n is zero or an integer. 
?o In the production of this monomer the reaction sequence which was followed is indicated as follows 




in which n is zero or an integer or a mixture of zero and an integer, and in which the reaction steps a to e 
40 are as follows 

aSF« at80*C 

b F2/N3 In fluorocarbon solvent, or eletrochemical fluorination 
c Hexafluoropropylene oxide/CsF in tetraglyme 
d Vapour phase pyrolysis 

46 The membrane of the Invention is In the form of a thin sheet or film of the organic polymeric material. 
The sheet or film may be produced by a variety of different techniques which are known per se for use in 
the production of sheets or films of organic polymeric materials. For example, a membrane in the form of a 
sheet or film may be produced by melt extrusion of the polymeric material through a suitably shaped 
orifice, or by calendering of the polymeric material on a pair of rotating rolls, or by coating of a solution of 

50 the organic polymeric material upon a suitable substrate. The thickness of the membrane will depend at 
least to some extent on the manner in which the membrane is to be used. However, for many uses a 
thickness of the sheet or film In the range 50 to 500 microns will be suitable. The ion-exchange capacity, 
that is the concentration of ion-exchange groups in the organic polymeric material and in the ion-exchange 
membrane, may also vary over a wide range, and the ion-exchange capacity may well be determined by 

55 the manner In which the membrane is to be used. However, a suitable ion-exchange capacity for the 
organic polymeric material and for the membrane is in the rang 0.4 to 4.0 milii equivalents of ion-exchange 
group per gram of organic polymeric material or of ion-exchange membrane, although the ion-exchange 
capacity may be outside this range. 
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The ion-exchange membrane in the form of a thin sheet or film of the organic polymeric material may 
b laminated to a sheet or film of a similar or of a different organic polymeric mat rial containing ion- 
xchange groups. 

Although th ion-exchang membrane of the invention may be used in a wid vari ty of applicati ns, for 
6 example in fuel cells and in the concentration of solutions, it is particularly useful as an ion-exchange 
membrane in an electrolytic cell, and the invention provides an electrolytic cell comprising at least one 
anode and at least one cathode and an ion-exchange membrane as described separating an adjacent anode 
and cathode thereby dividing the electrolytic cell into separate anode and cathode compartments. The 
electrolytic cell may be a monopolar cell containing a plurality of separate anodes and cathodes or it may 
io be a bipolar cell containing a plurality of electrodes one side of which functions as an anode and the other 
side of which functions as a cathode. The electrolytic cell may be used to electrolyse a wide variety of 
different materials but it is particularly suitable for use in the electrolysis of aqueous alkali metal chloride 
solution, especially aqueous sodium chloride solution. 

Where an aqueous alkali metal chloride solution is electrolysed in an electrolytic cell of the ion- 
is exchange membrane type the solution is fed to the anode compartments of the ceil and chlorine produced 
In the electrolysis and depleted alkali metal chloride solution are removed from the anode compartments, 
alkali metal ions are transported across the membranes to the cathode compartments of the cell to which 
water or dilute alkali metal hydroxide solution may be fed, and hydrogen and alkali metal hydroxide solution 
produced by the reaction of alkali metal ions with water are removed from the cathode compartments of the 
20 cell. 

The electrodes in the electrolytic cell will generally be made of a metal or alloy and the nature of the 
metal or alloy will depend on whether the electrode is to be used as an anode or as a cathode and on the 
nature of the electrolyte which is to be electrolysed in the electrolytic cell. 

Where aqueous alkali metal chloride solution is to be electrolysed and the electrode is to be used as an 
25 anode the electrode is suitably made of a film-forming metal or an alloy thereof, ior example of zirconium, 
niobium, tungsten or tantalum but preferably of titanium, and the surface of the anode suitably carries a 
coating of an electro-conducting electrocatalytically active material. The coating may comprise one or more 
platinum group metals, that is platinum, rhodium, iridium, ruthenium, osmium or palladium, and/or an oxide 
of one or more of these metals. The coating of platinum group metal and/or oxide may be present in 
oo admixture with one or more non-noble metal oxides, particularly one or more film-forming metal oxides, e.g. 
titanium dioxide. Electro-conducting electrocatalytically active materials for use as anode coatings in an 
electrolytic cell for the electrolysis of aqueous alkali metal chloride solution, and methods of application of 
such coatings, are well known in the art. 

Where aqueous alkali metal chloride solution is to be electrolysed and the electrode is to be used as a 
35 cathode the electrode is suitably made of iron or steel, or of other suitable metal, for example nickel. The 
cathode may be coated with a material designed to reduce the hydrogen overpotential of the electrolysis. 

In the electrolytic cell the separate anode compartments of the cell will be provided with means for 
feeding electrolyte to the compartments, suitably from a common header, and with means for removing 
products of electrolysis form the compartments. Similarly, the separate cathode compartments of the cell 
40 will be provided with means for removing products of electrolysis from the compartments, and optionally 
with means for feeding water or other fluid to the compartments, suitably from a common header. 

For example, where the cell is to be used in the electrolysis of aqueous alkali metal chloride solution 
the anode compartments of the cell will be provided with means for feeding the aqueous alkali metal 
chloride solution to the anode compartments and with means for removing chlorine and optionally with 
45 means for removing depleted aqueous alkali metal chloride solution from the anode compartments, and the 
cathode compartments of the cell will be provided with means for removing hydrogen and cell liquor 
containing alkali metal hydroxide from the cathode compartments, and optionally, and if necessary, with 
means for feeding water or dilute alkali metal hydroxide solution to the cathode compartments. 
The invention is illustrated by the following Examples. 

50 



55 
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Example 1 



Production of 4-sulphotetrafluorobenzoic acid 



COOH 




S0 3 H 



424 g of pentafluorobenzoic add (2.0 motes) were added, with stirring, to 160 g of sodium hydroxide 
(4.0 moles) dissolved in 2 litres of water to give a clear solution. 200 g NaSH (70% flake equivalent to 140 g 
NaSH (2.5 moles)) were added to the solution and the resultant mixture was heated to 70 • C, with stirring. 
After stirring for 2 hours at 70 *C the resultant clear yellow solution was cooled in ice and neutralised with 
concentrated HCI (approximately 750 ml). The resultant white slurry was extracted with ether (4 x 500 ml), 
the extract was dried over MgSO*, and the ether was removed on a rotary evaporator. The resultant white 
powder was dried at 80 *C under vacuum to give 407g of 4*mercapto tetrafluorobenzoic acid product, 



in a yield of approximately 90%. 

The structure of the product was confirmed by Infra red, NMR, and mass spectrograph^ analys s. The 
above process steps were repeated to build up a stock of 4-mercapto tetrafluorobenzoic acid for use in a 
further step of the process. 

440 g of 4-mercapto tetrafluorobenzoic acid were dissolved in 1700 ml of glacial acetic acid. The 
resultant solution was stirred and heated to 80 * C on a water bath and 800 ml of 30% w/v aqueous solution 
of hydrogen peroxide was added dropwise over 2 hours. The resultant solution was cooled to 20* C and 68 
g of sodium metabisulphite were added to the solution to destroy any excess hydrogen peroxide. 

The resultant solution was evaporated on a rotary evaporator at 80 *C under vacuum to give a pale 
orange coloured solid. The solid was dissolved In 260 ml of water and 60 ml of concentrated HCI were 
added. The resultant solution was extracted with ethyl acetate (1 x 600 ml and 3 x 250 ml) and the isolated 
product was then re-extracted into water by snaking the combined ethyl acetate extracts with 1 x 500 ml 
and 3 x 250 ml portions of water. 

The water was removed on a rotary evaporator to give an off-white powder, which was dried at 80*C 
and 0.7 m bar pressure to give 322 g of 4-sulpho tetrafluorobenzoic acid product in a yield of 66%. 

The structure of the product was confirmed by infra red, NMR and mass spectrographs analysis. 



COOH 
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Example 2 

Production of 4-flu rosulphonyl p rfluorocyclohexan carbonyl fluoride 



OOF 



w 




is 100 g of 4-sulpho tetrafluorobenzoic acid prepared as described in Example 1 were dried in a 500 ml 
Hasteloy autoclave with 100 ml of thionyl chloride at 80 *C for 1 hour. The excess thionyl chloride, and S0 2 
and HCI produced by reaction of the thionyl chloride with water, were removed under vacuum. The 
autoclave was then cooled in liquid nitrogen and 78 g of SF* were distilled into the autoclave. The autoclave 
was then warmed to 20*C and stirring was commenced. The autoclave was then heated to 80* C for 18 

20 hours, cooled and vented. The product, a brown liquid, solidified on standing. The product was dissolved in 
CF2CICFCI2, treated with dry NaF to remove traces of HF, and the solution was filtered. Gas chromotog- 
raphlc and mass spectrograph^ analysis showed the solution to contain 4-fluorosulphonyl tetrafluorobenzoyl 
fluoride and 4-fluorosulphonyl heptafluorotoluene In yields of approximately 70% and 10% respectively the 
structures of which were confirmed by infra red and NMR analysis. 

26 40 g of 4-fluorosulphonyl tetrafluorobenzoyl fluoride which had been separated from the above solution 
by distillation and 850 ml of CF a CICFCh were charged to a glass reactor equipped with a condenser, a high 
speed stirrer, and a cooling bath. The contents of the reactor were cooled to -35 • C and stirred, and a 50/50 
v/v mixture of F 2 /N 2 was passed through the reactor at a rate of 50 ml/min. The temperature of the solution 
in the reactor was maintained at -35 • C and after 30 hours gas chromatographic analysis showed no trace 

30 of 4-fluorosulphonyl tetrafluorobenzoyl fluoride in the solution and that the solution contained 4-fluorosul- 
phonyl perfluorocyclohexane carbonyl fluoride 

OOP 

40 S0 2 F 
and perfluorocyclohexane carbonyl fluoride 



OOF 



50 




The 4-fluorosulphonyl perfluorocyclohexane carbonyl fluoride was separated from the solution by 
distillation and its structure confirmed by infra red and NMR analysis. . 

55 
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Exam pi 3 

Production of 4-fluorosulphonyl perfluorocyclohexane carbonyl fluoride 

cor 



10 




is by electrochemical fluorfnatlon of 4-chlorosulphonyl benzoyl chloride 



O0C1 



20 




SO-Cl 

25 

A one litre Simons cell was charged with 800 g of anhydrous hydrogen fluoride and the cell was run at 
5.0 volts for 19 hours in order to dry the electrolyte. To the dry electrolyte there was added 48 g of 4- 
chlorosulphonyl benzoyl chloride in one charge and the eletrolysis was continued at 6.0 volts at a cell 
30 temperature of 20 "C. After 24 hours operation, a lower layer of liquid fluorocarbon products (18 g) was 
drained from the cell and treated with dry sodium fluoride to remove excess hydrogen fluoride. 

4-fluorosuIphonyl perfluorocyclohexane carbonyl fluoride was separated from the liquid fluorocarbon 
mixture by distillation and its structure was confirmed by mass spectrograph^ and NMR analysis. 

35 Example 4 

Production of 



40 



C* 0(CF(CF-)C2V)) CPCOF 



17.6 g of 4-fluorosutphonyl perfluorocyclohexane carbonyl fluoride produced as described in Example 2 
so was added to 20 ml of dry tetraglyme containing 0.24 g of dry caesium fluoride in a 125 ml autoclave. The 
resultant mixture was stirred for half an hour under an atmosphere of dry nitrogen, then cooled to -60 'C, 
the autoclave was evacuated, and 20 g of hexafluoropropylene oxide was distilled into the autoclave. The 
mixture was then allowed to warm to room temperature and was stirred overnight The lower fluorocarbon 
layer (20 g) was recovered and was shown by gas chromatographic and mass spectrograph^ analysis to 
55 consist mainly of a mixture of products of the abov formula in which n is 0 and n is 1 in a ratio of 
approximately 5:1. The structure of th product was confirmed by mass spectrograph^ and infra red 
analysts. 
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5 



10 



35 



30 



Example S 

Production of 



CF 2 0 (CF (CF 3 ) CF 2 0) n CF « CF 2 




t5 Nitrogen carrier gas, preheated to 200 'C, was passed through a vaporisation flask heated in an oil bath at 
220 'C. 20 gm of the product from Example 4 were injected dropwise via a syringe pump into the 
vaporisation flask at the rate of 0.8 ml/min. The resulting gas stream was fed into the base of a fluidised 
bed 15 cm high and containing 100 cm 3 of 60 mesh glass beads at a temperature of 340 *C. The flow rate 
was chosen to give a contact time of approximately 10 seconds and the fluorocarbon products (11.2 g) 

20 were condensed from the effluent gas stream in a series of cold traps. The main product was shown by 
mass spectrograph^ and infra red analysis to be 



cr 2 o(CF(cr 3 )CF 2 o) n cp - cp 2 



35 



In which n « 0 with some product in which in the above structure n = 1. The product comprised a small 
proportion of an adduct of the above structure with HF. 

Example 6 



Production of organic polymeric material containing ion-exchange groups or groups convertible thereto. 
15 g of a distilled fraction of the product produced in Example 5 which was shown by gas 
40 chromatographic analysis to contain 98% of 



CF 2 0(CF(CF 3 )CF 2 0) n CF » CF 2 




so 

was charged to a 0.5 litre jacketed autoclave equipped with a gas inlet, stirrer and thermocouple, and 200 
ml of detonised water, 0.2 g ammonium persulphate and 0.3 g ammonium perfluorooctanoate were also 
charged to the autoclave. The autoclave was then alternatively evacuated and swept with nitrogen to 
55 remov air and the mixture In the autoclave was emulsified by stirring at room temperature for 2 hours in an 
atmosphere of nitrogen. The autoclav was again evacuated and charged with tetrafluoroethylene to 10 bar 
pressure and then slowly heated to 80*C» with stirring. The autoclav was repressurised with 
tetrafluoroethylene each time the pressur dropped t 6 bar until th accummulated pressur drop indicated 
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that 15 g of tetrafluoroethyl ne had b en charged to the autoclave. The autoclave was cooled, vented and 
th emulsion r moved. A small amount (4.5g) of perfluorovinyl ether separated as a lower layer and the 
remaining emulsion was frozen in order to recover the copolymer which had been produced. The 
copolymer was filtered, washed with deionised water and dried under vacuum at 80* C to give 16.2 gms of 
white copolymer. A sample of the copolymer was hot pressed to give a dear, tough film showing a peak in 
the infra red at 1460 cm -1 (-SO2F). 

A 200 micron thick hot pressed film of the copolymer was hydrolysed in 25% NaOH in aqueous ethanol 
(75% rfeO, 25% ethanol) at 75 # C for 12 hours to give a film shown by titration to have an Ion-exchange 
capacity of 0.9 milliequivalents/g. 



Production of organic polymeric material containing ion-exchange groups or groups convertible thereto 
(alternative process). 

I0g of a distilled fraction of the product produced in Example 5 which was shown by gas chromatog- 
raphic analysis to contain 98% of 



were dissolved in 200 ml of CF2CICFCI2 containing 0.1 g azobisisobutyronitrite and the solution was 
charged to a 400 ml jacketed autoclave equipped with gas inlet stirrer and thermocouple. The autoclave 
was swept with nitrogen, evacuated, and tetrafluoroethylene was charged to the autoclave to a pressure of 
10 bar. The autoclave was heated to 75 * C and the contents were stirred and further tetrafluoroethylene was 
charged each time the pressure dropped to 8 bar, until the accummulated pressure drop indicated that 10 
gm of tetrafluoroethylene had been charged. The autoclave was then cooled and the resultant copolymer 
dispersion recovered. 

The copolymer was recovered by filtration, washed with CF2CICFCI2 and dried under vacuum at 80 *C 
to give 5.6 g of white powder. Infra red examination of a hot pressed film produced from the powder 
showed absorption at 1460 cm" 1 {-SO2F). 

Example 8 

Production of 2-sulpho tetrafluorobenzoic acid 



Example 7 



CF-0 (CF ( CF^ ) CF-O) CF = CF- 






and 2-fluorosulphonyl tetrafluorobenzoyl fluoride 
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38 g of triethylamlne were added dropwise to a well stirr d susp nsion of 50 g of rhodanine and 70 g of 
pentafluoroberizaJdehyde in 100 ml of chloroform, the temperature being held below 40*C by external 
cooling. After one hour, the solution was washed with dilute HCI, then water. The solvent was removed and 
the resultant yellow residue recrystallised from IMS/water to give 82 g of 2,3,4,5,6-pentafluorobenzylidene 
6 rhodanine having a melting point of 132-135 * C. 

78 g of 2,3,4,5,8-pentafluorobenzylidene rhodanine were added in small portions to a stirred solution of 
68 g of NaOH in 300 ml of water. The resultant clear red solution was heated to 90 • C for one hour, cooled 
In Ice, acidified with concentrated HCI, and the cream coloured solid which was produced was filtered and 
washed. The crude product (59 g) was purified by sublimation to give 4,5,6 t 7-tetrafluorobenzothiophen-2- 
ro carboxylic add having a melting point of 200 • C. 

A solution of 158 g of KMnO* in 1.5 litres of warm water was added to a stirred slurry of 49.7 g of 
4,5,6,7-tetrafluorobenzothiophen-2-carboxylic acid and 27.6 g of K2CO3 in 200 ml water at such a rate as to 
maintain the temperature around 50 *C. When addition was complete the mixture was heated to 100* C for 
3 hours, then cooled and filtered to remove MnCfe. The filter cake was washed with hot water and the 
is combined aqueous layers were acidified with concentrated HCI. 

The aqueous phase was concentrated on a rotary evaporator at 80 *C under vacuum to give a wet 
slurry. This slurry was extracted several times with ethyl acetate, the combined organic layers were dried 
over MgSOt, filtered and the solvent was removed to give 23.5 g of a product, shown by 19 F, 13 C, 1 H 
nuclear magnetic resonance and mass spectrograph^ analysis to be 2-sulphotetrafluorobenzoic acid 

20 



23 




14.6 g of 2-sulphotetrafluorobenzoic acid was refluxed with 64 g of thionyl choride for 5 hours, cooled to 
room temperature, and diluted with 100 ml of methylene chloride. Filtration and removal of volatiles under 
30 vacuum gave 6.6 g of an orange gum, shown by 19 F 13 C nuclear magnetic resonance analysis and by infra 
red analysis to be the anhydride 



35 




40 8.0 g of the crude anhydride was transferred under nitrogen to a warm dry 50 ml autoclave as a solution in 
20 mis dry methylene chloride. The methylene chloride was removed by warming the autoclave under 
vacuum. The autoclave was then cooled in liquid nitrogen and 7 g of SF* transferred into the autoclave 
under vacuum. The sealed autoclave was then heated to 140* C for 12 hours, cooled and vented. 7.5 g of 
brown liquid was recovered which solidified on the addition of hexane. Gas chromatographic/mass 

45 spectrograph^ analysis showed the product to be mainly 2-fluorosulphonyl tetrafluorobenzoyl fluoride, 



50 




55 together with a small amount of 2-fluorosulphonyl heptafluorotoluene. Infra red examination of the main 
product showed peaks at 1890 cm" 1 (-C0F) and 1460 cm" 1 (-S&F). 
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Exampl 9 
Production of 



/V CF 2 0<CF(CP 3 )CF 2 0, n CP = ^2 
S0 2 F 



10 



The procedures of Examples 2. 4 and 5 above were followed except that in place of the 4- 
fluorosulphonyi tetrafluorobenzoyl fluoride there was used 2-fluorosulphonyl tetrafluorobenzoyl fluoride 
produced as described in Example 8. 

75 

Example 10 



Use of ion-exchange membrane in electrolytic cell. 

The 200 micron thick hydrolysed film produced as described in Example 6 was installed in an 
20 electrolytic cell equipped with a titanium mesh anode coated with Ru02/Ti(>2, and a nickel cathode, each 
comprising a series of parallel vertical blades, the film being positioned between the anode and cathode 
and in contact therewith. An electrolyte of a saturated aqueous solution of sodium chloride was charged 
continuously to the anode compartment of the cell and water was charged continuously to the cathode 
compartment of the cell. Chlorine and depleted solution were removed continuously from the anode 
25 compartment and hydrogen and a 20% by weight aqueous solution of sodium hydroxide were removed 
continously from the cathode compartment. The cell temperature was maintained at 88 *C and electrolysis 
was conducted at a constant current density of 3 KAm" 2 and a cell voltage of 3.5 V. 



Claims 

30 

1. An organic polymeric material which comprises a polymeric chain and at least one group pendant from 
the chain, in which the group pendant from the chain comprises a saturated cyclic group and at least 
one ion-exchange group or group convertible thereto, and in which the ion-exchange group or group 
convertible thereto is linked to the polymeric chain through the cyclic group and in which the organic 
35 polymeric material is a fluoropolymeric material. 



2. An organic polymeric material as claimed in claim 1 in which the fluoropolymeric material is a 
perfluoropolymeric material. 



<o 3. An organic polymeric material as claimed in claim 1 or claim 2 in which the cyclic groups in the groups 
pendant from the chain consist essentially of saturated groups. 

4. An organic polymeric material as claimed in any one of claims 1 to 3 in which the organic polymeric 
material comprises fixed anionic groups and associated cations. 

45 

5. An organic polymeric material as claimed in claim 4 in which the fixed anionic groups comprise groups 
of the sulphonic, carboxylic and/or phosphonic type. 



6. An organic polymeric material as claimed in claim 5 in which the sulphonic group has the structure 
50 -SO2X, where X is OM and where M is H, or alkali metal, ammonium or quaternary ammonium, or 
halogen. 



7. An organic polymeric material as claimed in claim 8 in which X is F. 



55 a An organic polymeric material as claimed in claim 5 in which the carboxylic group has the structure 
-COY, wh re Y Is OM and where M is H, or alkali metal, ammonium or quaternary ammonium, halogen, 
or oxyalkyl. 



26 



EP 0 331 321 B1 



9. An organic polymeric material as claimed In claim 8 in which Y Is oxyaikyl. 

10. An organic polymeric material as claimed in any one of claims 1 to 9 in which the cyclic group is a 
carbocyciic gr up. 

11. An organic polymeric material as claimed in any one of claims 1 to 9 in which the cyclic group is a 
heterocyclic group. 

12. An organic polymeric material as claimed in any one of claims 1 to 11 which comprises a polymeric 
chain of units having the structure 

-CAa - CAa- 

and units having the structure 

-CA2 - CA- 
I 

B 

in which A is hydrogen, halogen or alkyl and at least some of A is fluorine, in which B is a group which 
comprises a saturated cyclic group and an Ion-exchange group, or group convertible thereto, and in 
which the Ion-exchange group or group convertible thereto is linked to the polymeric chain through the 
cyclic group. 

13. An organic polymeric material as claimed in claim 12 in which the group B has the structure 




in which D and E are a direct link or a divalent group, n Is an integer of at least 1, and X is OM where 
M is H, or alkali metal, ammonium or quaternary ammonium, or halogen. 

14. An organic polymeric material as claimed in claim 12 in which the group B has the structure 




in which D and E are a direct link or a divalent group, n is an integer of at least 1 . and Y is OM where 
M is H or alkali metal, ammonium or quaternary ammonium, halogen, nitrite or oxyaikyl. 

15. An organic polymeric material as claimed In claim 13 or claim 14 in which the cyclic group is a 
perfluorinated group. 

16. An organic polymeric material as claimed in claim 13 or claim 15 in which the group B has the 
structure 
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— E 



DSOjX 



10 



»s 



N DSOjX 



Q 



20 B DSOjX 



17. An organic polymeric material as claimed in claim 16 in which D has the structure -CF 2 -. 

25 

18. An organic polymeric material as claimed in claim 14 or claim 15 in which the group B has the 
structure 



30 — 9 ~* ^ DOBS 



-o 



-o 

or 

Q 



DCOY 



DOT 



so 19. An organic polymeric material as claimed in claim 18 in which D has the structure -CF 2 -. 

20. An organic polymeric material as claimed in any one of claims 16 to 19 in which E has the structure 
-(OCF 2 -CFRf) n - where n is an integer and Rf is F or a perfluoroalkyl group, or the structure -<0CF 2 CRf)„ 
0(CF 2 )m where n and m are zero ran integer, and Rf is F or a perflu roalkyl group. 

55 

21. An organic polymeric material as claimed In any one of claims 12 to 20 in which A is F. 
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10 



25 



30 



35 



40 



22. An organic polymeric material as claimed in any on of claims 1 to 21 which comprises units derived 
by polymerisation of a monomer having the structure 

so^x 

■Q. 



« cr 2 ■ <z-{ocr 2 -cr(CP 3 )) n «o-cF 2 



20 in which the -SQ2X group may be in the 2, 3 or 4 positions, in which the cyclic group is fully fluorinated 
and is saturated, and in which n is a zero or an integer of 1 to 3. 

23. An organic polymeric material as claimed in any one of claims 1 to 22 which comprises units derived 
by polymerisation of a monomer having the structure 



CP 2 -OCF - CF 2 
SQjX 

c? 2 = cr-(ocr 2 -<T{cr 3 )) n w>cF 2 




in which n is zero or an integer of 1 to 3, and in which the cyclic group is fully fluorinated and is 
saturated. 

50 24. An organic polymeric material as claimed in claim 22 or claim 23 in which the organic polymeric 
material is produced by copolymerisation of the monomer with tetrafluoroethylene. 

25. An organic polymeric material as claimed in any one of claims 1 to 24 which contains 0.4 to 4.0 
milliequivalents of ion-exchange groups p r gram of organic polymeric material. 

55 

26. An ion-exchang membrane which comprises an organic polym ric material as claimed in any one f 
claims 1 to 25 in the form of a substantially hydraulically impermeable sheet or film. 
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27. An ion- xchang membrane as claimed in claim 26 in which the sheet or film has a thickness in the 
range 50 1 500 microns. 

28. An Ion-exchange membrane as claimed in claim 26 or claim 27 in which contains 0.4 to 4.0 
s milliequivalents of Ion- xchange groups per gram of membrane. 

29. An electrolytic ceil comprising at least one anode and at least one cathode and an ion-exchange 
membrane as claimed in any one of claims 26 to 28 separating an adjacent anode and cathode thereby 
dividing the electrolytic cell into separate anode and cathode compartments. 

10 

30. A process for the electrolysis of aqueous alkali metal chloride solution in which the electrolysis is 
effected in an electrolytic cell as claimed in claim 29. 

PatentansprUche 

16 

1. Organisches Polymer-Material, das eine Polymer-Kette und zumindest eine von der Kette Oberhangen- 
de Qruppe aufweist wobei die von der Kette UberhSngende Gruppe eine gesSttigte cyclische Gruppe 
und zumindestens eine lonenaustausch-Gruppe Oder eine dazu umwandelbare Gruppe aufweist, und 
wobei die lonenaustausch-Gruppe Oder die dazu umwandelbare Gruppe durch die cyclische Gruppe an 

20 die Polymer-Kette gebunden ist und wobei es sich bei dem organischen Polymer-Material urn ein 
Fluorpolymer-Material handeit. 

2. Organisches Polymer-Material nach Anspruch 1, wobei es sich bei dem Fluorpolymer-Material urn ein 
Perfluorpolymer-Material handeit. 

25 

a Organisches Polymer-Material nach Anspruch 1 Oder Anspruch 2, wobei die cyclischen Gruppen in den 
von der Kette UberhSngenden Gruppen im wesentiichen aus gesattigten Gruppen bestehen. 

4. Organisches Polymer-Material nach einem der AnsprOche 1 bis 3, wobei das organische Polymer- 
30 Material gebundene anionische Gruppen und assoziierte Kationen aufweist 

5. Organisches Polymer-Materiai nach Anspruch 4, wobei die gebundenen anionischen Gruppen Gruppen 
vom SulfonsSure-, CarbonsMure- und/oder Phosphons3ure-Typ aufweisen. 

35 6. Organisches Polymer-Material nach Anspruch 5, wobei die Sulfons3ure-Gruppe die Struktur -SO2X 
aufweist, in der X fUr OM steht, wobei M fUr H Oder Alkalimetall, Ammonium oder quatemares 
Ammonium oder Halogen steht. 

7. Organisches Polymer-Materiai nach Anspruch 6, wobei X fUr F steht. 

40 

a Organisches Polymer-Materiai nach Anspruch 5, wobei die CarbonsSure-Gruppe die Struktur -COY 
aufweist. in der Y fUr OM steht, wobei M fOr H oder Alkalimetall. Ammonium oder quatemares 
Ammonium, Halogen oder Oxyalkyl steht. 

45 9. Organisches Polymer-Material nach Anspruch 8. wobei Y fUr Oxyalkyl steht. 

10, Organisches Polymer-Material nach einem der AnsprOche 1 bis 9, wobei es sich bei der cyclischen 
Gruppe urn eine carbocyciische Gruppe handeit 

50 11. Organisches Polymer-Material nach einem der AnsprOche 1 bis 9, wobei es sich bei der cyclischen 
Gruppe urn eine heterocyclische Gruppe handeit 

12. Organisches Polymer-Material nach einem der AnsprOche 1 bis 11, das folgendes aufweist: 
eine Polymer-Kette aus Einheiten mrt der Struktur 

55 

-CA2 - CAa- 

und Einh iten mrt der Struktur 
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B1 



-CA 2 - 



CA- 



B 



wobei A fUr Wasserstoff, Halogen und Alkyl und zumindestens einige der A IQr Fluor stehen, wobei B 
fOr eine Gruppe stent, die elne gesSttigte cyclische Gruppe und eine lonenaustausch-Gruppe oder eine 
dazu umwandelbare Gruppe aufwelst, und wobei die lonenaustausch-Gruppe Oder die dazu umwandel- 
bare Gruppe durch die cyclische Gruppe an die Polymer-Kette gebunden tst. 

13. Organisches Polymer-Material nach Anspruch 12, wobei die Gruppe B die folgende Struktur aufweist 



in der D und E fQr eine Oirektbindung oder eine divalente Gruppe stehen, n fUr eine ganze Zahl von 
mindestens 1 steht und X fUr OM steht, wobei M ftir H oder Alkalimetall, Ammonium oder quatemSres 
Ammonium oder Halogen steht. 

14. Organisches Polymer-Material nach Anspruch 12, wobei die Gruppe B die folgende Struktur aufweist 



in der D und E fOr eine Oirektbindung oder eine divalente Gruppe stehen, n fUr eine ganze Zahl von 
mindestens 1 steht und Y fOr OM steht, wobei M fQr H oder Alkalimetall, Ammonium oder quatemares 
Ammonium, Halogen, Nitrfl oder Oxyalkyl steht. 

15. Organisches Polymer-Material nach Anspruch 13 oder Anspruch 14, wobei es sich bet der cyclischen 
Gruppe um eine perfluorierte Gruppe handelt. 

16. Organisches Polymer-Material nach Anspruch 13 oder Anspruch 15, wobei die Gruppe B die folgende 
Struktur aufweist 






31 



EP 0 331 321 B1 




15 



20 



— ■ E ~*\ )-DS02X 



— Q 



Q 



25 17. Organisches Polymer-Material nach Anspruch 16, wobei D die Struktur -CF2- aufweist. 

1a Organisches Polymer-Material nach Anspruch 14 oder Anspruch 15, wobei die Gruppe B die folgende 
Struktur aufweist: 
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19. Organisches Polymer-Material nach Anspruch 18, wobei D die Struktur -CF 2 - aufweist. 

20. Organisches P lymer-Material nach etnem der AnsprUche 16 bis 19. wobei E die Struktur -(OCF 2 - 
55 CFRf) n -aufweist. wobei n fQr eine gan2e Zahl und Rf fOr F oder eine Perfluoralkyl-Gruppe stent, oder 

di Struktur -(OCF 2 CRf)„ 0(CF 2 )m aufweist, wobei n und m ftir Null oder eine ganze Zahl stehen und 
Rf fOr F oder eine Perfluoralkyl-Gruppe stent. 
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21. Organlsches Polymer-Material nach einem der AnsprQche 12 bis 20, w bei A fOr F steht. 

22. Organisches Potym r-Material nach einem der AnsprQch 1 bis 21, das Einherten aufweist, di sich 
durch Polymerisation von einem Monomer mit der Struktur 




herleiten, In der sich die Gruppe -SO2X in den 2-, 3- Oder 4-Stellungen befinden kann, in der die 
cyclische Gruppe vollstSndig fluoriert und gesdttigt ist und in der n fOr Null Oder eine ganze Zahl von 1 
bis 3 steht 

23. Organlsches Polymer-Material nach einem der AnsprQche 1 bis 22, das Einheiten aufweist, die sich 
durch Polymerisation von einem Monomer mit der Struktur 




herleiten, in der n fUr Null Oder eine ganze Zahl von 1 bis 3 steht und in der die cyclische Gruppe 
vollstfindig fluoriert und gesfittigt ist 

24. Organisches Polymer-Material nach Anspruch 22 oder Anspruch 23, wobei das organische Polymer- 
Material durch Copolymerisation des Monomers mit Tetrafluorethylen hergestellt wird. 

28. Organisches Polym r-Material nach ein m der AnsprQche 1 bis 24, das 0,4 bis 4,0 MilliSquival nt 
lonenaustausch-Gruppen pro Gramm des organisch n Polymer-Materials enthalt 
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26. lonenaustausch-Membran, die ein organisches Polymer-Material nach einem der AnsprQche 1 bis 25 in 
Form ein r Schicht der ines Rims aufweist, die/der im wesentlichen hydraulisch impermeabel ist 

27. lonenaustausch-M mbran nach Anspruch 26, wobei di Schicht Oder der Film eine Dicke im Bereich 
von 50 bis 500 urn hat. 

2a lonenaustausch-Membran nach Anspruch 26 oder Anspruch 27, die 0,4 bis 4,0 Milliaquivalente 
lonenaustausch-Gruppen pro Gramm Membran enthSlt. 

29. Bektrolytische Zelle, die zumindestens eine Anode und zumindestens eine Kathode und eine lonenaus- 
tausch-Membran nach einem der AnsprQche 26 bis 28 aufweist, welche eine benachbarte Anode und 
Kathode trennt, wodurch die elektrolytische Zelle in getrennte Anoden- und Kathoden-Kompartimente 
aufgeteilt wird. 

30. Verfahren zur Elektrolyse einer wSBrigen Alkaflmetallchlorid-Lfisung, bei dem die Bektrolyse in einer 
elektrolytischen Zelle nach Anspruch 29 durchgefUhrt wird. 

Revendlcatlons 

1. Mati&re polymdre organique qui comprend une chatne polymer© et au moins un groupe pendant de la 
chatne, dans laquelle le groupe pendant de la chatne comprend un radical cycllque satur£ et au moins 
un groupe £changeur d'ions ou groupe convertible en celui-ci et dans laquelle ie groupe 6changeur 
d'ions ou groupe convertible en celui-ci est fixg & la chathe polym&re par fe radical cyclique et dans 
laquelle la mature polym&re organique est une matfere fluoropolymdre. 

2. Mati&re polymfere organique suivant ta revendication 1, dans laquelle la matfere fluoropolymfere est une 
mattere perfluoropolymfcre. 

a Mattere polymdre organique suivant la revendication 1 ou 2, dans laquelle les radicaux cycliques dans 
les groupes pendants de la chathe consistent essentieilement en des radicaux saturSs. 

4. Mature polymfcre organique suivant I'une quelconque des revendications 1 & 3, dans laquelle la 
mati&re polym§re organique comprend des radicaux anioniques fixSs et des cations associSs. 

5. Mati&re polymfcre organique suivant la revendication 4, dans laquelle les radicaux anioniques fixSs • 
comprennent des radicaux de types sulfonique, carboxylique et/ou phosphonique. 

6. Mati&re polymdre organique suivant la revendication 5, dans laquelle Ie radical sulfonique a la structure 
-S02X, ou X est OM et ou M est H ou un metal alcalin, ammonium ou ammonium quatemaire ou 
halog&ne. 

7. Mati&re polym&re organique suivant la revendication 6. dans laquelle X est F. 

a Matfere polymfcre organique suivant la revendication 5, dans laquelle le radical carboxylique a la 
structure -COY, ou Y est OM et ou M est H, ou un m§taJ alcalin, ammonium ou ammonium quatemaire, 
halogdne ou oxyalcoyle. 

9. Mature polymfcre organique suivant la revendication 8, dans laquelle Y est oxyalcoyle. 

10. Mati&re polymdre organique suivant I'une quelconque des revendications 1 & 9, dans laquelle le radical 
cyclique est un radical carbocyclique. 

11. Mattere polym&re organique suivant I'une quelconque des revendications 1 & 9, dans laquelle le radical 
cyclique est une radical h6t£rocyclique. 

12. Matters polymer organique suivant Tun qu Iconque des revendications 1 & 11, qui comprend une 
chatne polym&re d*unit£s ayant la structure : 
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-CAa - CA2- 

et d'unites ayant la structure : 



CAj - CA 
B 



dans lesquelles A est hydrogene, halogfene ou alcoyle et au moins une partie de A est fluor, dans 
laqueile B est un radical qui comprend un radical cyclique saturd et un groupe echangeur d'ions ou 
groupe convertible en celui-ci et dans lesquelles le groupe e*changeur dlons ou groupe convertible en 
celui-ci est fixe* & la chaThe polymere par le radical cyclique. 

13. Matiere polymere organique suivant la revendication 12, dans laqueile !e radical B a la structure : 




dans laqueile D et E sont un lien direct ou un radical divalent, n est un entier d'au moins 1 et X est OM 
ou M est H ou un me*tal alcalin, ammonium ou ammonium quatemaire ou halogene. 

14. Matiere polymere organique suivant la revendication 12, dans laqueile le radical B a la structure : 




dans laqueile D et E sont un lien direct ou un radical divalent, n est un entier d'au moins 1 et Y est OM 
ou M est H ou un m£tal alcalin, ammonium ou ammonium quatemaire, halogene, nitrile ou oxyalcoyle. 

15. Matiere polymere organique suivant la revendication 13 ou 14, dans laqueile le radical cyclique est un 
radical perfluore\ 
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16. Mature polym&r organique suivant la revendication 13 ou 15, dans taquelle ie radical B a la structur 




25 

17. Mati&re polym&re organique suivant la revendication 16, dans laquelte D a la structure -CF 2 -. 

1a Mattere polymfcre organique suivant la revendication 14 ou 15, dans taquelle le radical B a la structure : 

30 
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55 19. Mattere polymfere organique suivant la rev ndication 18, dans laquelle D a la structure -CF 2 -. 

20. Mati&re polymers organique suivant Tune quelconque des revendications 16 a 19, dans laquelle E a la 
structur -(OCF 2 -CFRf) ft - u n est un enti r et Rf est F u un radical p rfluoroalcoyle, u la structure 
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-(OCF 2 -CFRf)n- 0-(CF 2 ) m - ou n et m sont ze>o ou un entier et Rf est F ou un radical perflu roalcoyle. 

21. Matier polymere organique suivant I'une quelconque des revendications 12 a 20, dans iaquelle A st 
F. 

22. Matiere polymdre organique suivant Tune quelconque des revendications 1 a 21, qui comprend des 
unites provenant de la polymerisation d'un monomere ayant la structure : 




dans lesquelles le radical -SO2X peut etre en position 2, 3, ou 4, dans lesquelies le radical cyclique est 
complement fluore* et est saturd et dans lesquelles n est z6ro ou un entier de 1 a 3. 

23. Matiere polymere organique suivant I'une quelconque des revendications 1 a 22, qui comprend des 
unites provenant de la polymerisation d'un monomere ayant la structure : 



CFj-O-CF * CF. 




SQjX 



dans lesquelles n est zero ou un entier de 1 a 3 et dans lesquelles le radical cyclique est 
complement fluore* et est sature". 

24. Matiere polymere organiqu suivant la revendication 22 ou 23, dans laqu II la matter polymere 
organiqu est produite par copolymemation du monomer avec du tdtrafluorogthylen . 
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25. Matiere polymere organique suivant Tune quelconque des revendications 1 & 24, qui contient 0,4 k 4,0 
milliequivalents de groupes echangeurs d'ions par gramme de matiere polymere organique. 

26. M mbrane e*chang us d'lons qui comprend un matiere polymere rganique suivant Tun quelconqu 
des revendications 1 & 25, sous !a forme d'une feuille ou pellicu! substantiellernent impermeable de 
maniere hydraulique. 

27. Membrane echangeuse d'ions suivant la revendicatfon 26, dans laquelie la feuille ou pellicule a une 
epaisseur dans nntervalle de 50 & 500 urn. 

2a Membrane echangeuse d'ions suivant la revendication 26 ou 27, qui contient 0,4 h 4,0 milliequivalents 
de groupes Echangeurs d'ions par gramme de membrane. 

29. Cellule electrolytique comprenant au moins une anode et au moins une cathode et une membrane 
echangeuse d'lons suivant I'une quelconque des revendications 26 h 28, separant une anode et 
cathode adjacentes pour diviser la cellule Slectrolytique en compartments d'anode et de cathode 
se*panSs. 

30. Procddd d^lectroryse d'une solution aqueuse de chlorure de m^tal aJcalin, dans lequel P6lectrolyse est 
nSalisee dans une cellule Slectrolytique suivant la revendication 29. 
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